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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live" 
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SPECIFICATION FOR 
CELLULOSE SECONDARY ACETATE FLAKES 

( First Revision ) 



1. Scope— Prescribes the requirements and methods of sampling and test for cellulose secondary 
acetate flakes. 

2. Terminology— For the purpose of this standard definitions given in IS : 2828-1964 'Glossary 
of terms used in plastics industry' shall be applicable. 

3. Grades — The material shall be of the following two grades: 

a) Grade 1 — For rayon industry; and 

b) Grade 2— For plastics industry. 

4. Requirements 

4.1 Description — The material shall be in the form of dry, white, finely ground or unground flakes 
as agreed to between the purchaser and the supplier and free from visible impurities. 

4.2 The material shall also comply with the requirements given in Table 1. 





TABLE 1 REQUIREMENTS FOR CELLULOSE SECONDARY ACETATE FLAKES 


SI 
No. 


Characteristic 




Requirement 


Method of Test, 

Ref to CI No. in 

IS : 7188 - 1974* 


Grade 1 




Grade 2 


(1) 


(2) 


(3) 




(4) 


(5) 


i) 


Moisture, percent by mass, Max 


5-5 




5-0 


4 


H) 


Ash, percent by mass, Max 


0*2 




0*2 


5 


Hi) 


Free acidity (as CH 3 C00H), 
percent by mass, Max 


0*01 




0-01 


6 


iv) 


Acetic acid yield, percent 
by mass 


54±1 




55±2 


7 


v) 


Viscosity, mm a /s 


120±40 




120±40 


8 


vi) 


Clarity, cm, Mm 


15 




15 


9 


vii) 


Heat stability : 












a) Colour change at °C, Min 


200 




210 


10 




b) Fusing temperature, °C, Min 


220 




230 




viii) 


Autoclave stability 

(as CH 3 COOH), percent 

by mass, Max 


0-5 




0-2 


11 


ix) 


Iron ( as Fe ), ppm, Max 


20 




10 


14-1 


x) 


Copper ( as Cu ), ppm, Max 


20 




— 


14-2 



♦Methods of test for cellulose acetate flakes. 
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5 B Packing and Marking 

5.1 Packing — The material shall be packed as agreed to between the purchaser and the supplier. 

5.2 Marking — The packing shall be marked with the following information: 

a) Name of the material; 
h) Grade; 

c) Name of the manufacturer or his trade-mark; 

d) Mass of the package; and 

e) Month and year of manufacture. 

5.2.1 ISI Certification Marking — Details available with the Indian Standards Institution. 
6. Sampling — The sampling shall be done as prescribed in 3 of IS : 7188 - 1974. 
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